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@ Homogeneous olefin polymeriation catalyst by ligand abstraction with lewis acids. 

@ Addition polymerization catalysts having a limiting charge separated structure corresponding to the 
fomnjia : 

LMX+ XA-. 

wherein : 

L is a derivative of a substituted delocalized n-bonded group imparting a constrained geometry to 
the metal active site and containing up to 50 nonhydrogen atoms ; 

M is a metal of Group 4 or the l^nthanide series of the Periodic Table of the Elements ; 

X independently each occurrence Is hydride or a hydrocarbyl, silyl or germyl group having up to 20 
carbon, silicon or genmanium atoms ; and 

A~ is an anion of a Lewis acid, A, having relative Lewis acidity greater than or equal to that of 
phenylbis(perfluorophenyl)borane, said anion being compatible with the metal cation, 
are prepared by contacting a derivative of a Group 4 or l^nthanide metal connesponding to the fonmula : 

wherein 

U M, and X are as previously defined, 
with the Lewis acid, A. 



Q. 

lU 
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This invention relates to a method for preparing compositions of matter that are useful as addition poly- 
merization catalysts. More particulariy. this im^ention relates to a method for preparing homogeneous, con- 
strained geometry, cationic, catalyst compositions by abstraction with Lewis acids. 

In EP-A 416,815 there are disclosed and claimed certain constrained geometry metal complexes having 
5 utility as homogeneous olefin polymerization catalysts. In EP-A-41 8,044 catlonic monocydopentadienyl metal 
complexes with salts of Bronsted acids containing a non-coordinating compatible anion are disclosed and 
claimed. In EP-A468,651 , an oxidative activation technique for preparing such catlonic catalysts is disclosed 
and claimed. 

In J. Am. Chem. Soc. 113, 3623-3625 (1991 ) there is disclosed a process for preparation of "cation like" 
10 zirconocene polymerization complexes by alkyi abstraction using tris(pentaf1uorophenyl)borane. The com- 
plexes were stated to have activity roughly comparable to typical complexes based on alunrioxane. No sugges- 
tion as to the suitability of the disclosed technique for use with constrained geometry metal catalysts is provided 
by the reference. 

In J. Organometal. Chem., 22, 659-663 (1 970). there is disclosed the reaction between tetrametiiyl-titanium 
15 and triphenylborane or tribenzylborane. The authors postulate the Intemnedlate formatbn of cationlc titanium 
species which were not isolated during ttie reaction. No suggestion as to tiie suitability of tiie disclosed reaction 
for use In catalysis is provided by the reference. 

Previously known techniques for preparing cationic metal complexes having constrained geometry have 
been disadvantaged by requiring difficult synthetic procedures to prepare the necessary precursors and low 
20 yields of Isolated products. It would be desirable If there were provided an Improved technk|ue for preparing 
cationlc metal complexes having constrained geometry which avoids difficult synthetic procedures and poor 
yields. 

It has now been discovered that the foregoing and other disadvantages of tiie prior art cationic, olefin poly- 
merization catalysts can be avoided or at least reduced with the process of the present Invention. Surprisingly 
25 the catalysts of the present invention are marked by extremely high catalytic effectiveness as measured by poly- 
mer yield at a given temperature. 

In accordance with the present invention there is provided a process for preparing a catalyst having a lim- 
iting charge separated structure corresponding to the formula: 

LMX+XA-, 

30 wherein: 

L is a derivative of a substituted delocalized n-bonded group Imparting a constrained geometry to the 
metal active site and containing up to 50 nonhydrogen atoms; 

M is a metal of Group 4 or the Lanthanide series of tiie Periodic Table of the Elements; 

X Independentiy each occurrence Is hydride or a hydrocarbyl, sllyl or germyl group having up to 20 car- 
35 bon, silicon or germanium atoms; and 

A~ is an anion of a Lewis acid, A, having relative Lewis acidity greater ttian or equal to that of phenyl- 
bis(perfluorophenyl)borane. said anion being compatible witti tiie metal catkin, 

tiie steps of the process comprising contacting a derivative of a Group 4 or Lanthanide metal correspond- 
ing to the formula: 

^ LMX2. 
wherein 

L, M, and X are as previously defined, 
with the Lewis acid, A. 

The preceding formula for tfie catalyst compositions is referred to as ttie limiting, charge separated struc- 
45 ture. However, it is to be understood that, particulariy In solid fonm, the catalyst may not be fully charge sepa- 
rated. That is, the X group may retain a partial covalent bond to the metal atom, M. Thus, tiie catalysts may be 
altemately depicted as an ion pair possessing the formula: 

LMX-XA 

The catalysts are preferably prepared by contacting the derivative of a Group 4 or Lanttiankie metal witti 
50 ttie Lewis Acid in an inert diluent such as an organic liquid. 

All reference to the Periodic Table of tiie Elements herein refer to tiie Periodk: Table of ttie Elements, put^ 
lished and copyrighted by CRC Press, Inc., 1989. Also, any reference to a Group or Groups are to tiie Group 
or Groups as reflected In this Periodic Table of the Elements using ttie lUPAC system for numbering groups. 
By use of the tenm "constrained geomeby" herein is meant that the metal atom is forced to greater exposure 
55 of the active metal site because one or more substituents on the substituted delocalized FE-bonded group forms 
a portion of a ring structure Including the metal atom, wherein tiie metal is both bonded to an adjacent covalent 
moiety and held in association with tiie substituted delocalized n-bonded group through an or other n-bond- 
ing interaction. It is understood ttiat each respective bond between the metal atom and the constituent atoms 
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of the substituted delocalized n-bonded group need not be equivalent. That is, the metal may be symmetrically 
or unsymmetrically n-bound to the substituted delocalized n-bonded group. 

The geometry of the active metal site is further defined as follows. The center of the substituted delocalized 
n-bonded group may be defined as the average of the respective X, Y, and Z coordinates of the atomic centers 

5 fbnfning the substituted delocalized n-bonded group. The angle, e, formed at the metal center between the 
center of the ligating atom of each other ligand of the metal complex may be easily calculated by standard tech- 
niques of single crystal X-ray diffiraction. Each of these angles may increase or decrease depending on the 
molecular structure of the constrained geometry metal complex. Those complexes wherein one or more of the 
angles, e, is less than in a similar, comparative complex differing only in the fact that the constrain-inducing 

10 substituent is replaced by hydrogen have constrained geometry for purposes of the present invention. Prefer- 
ably one or more of the above angles, 0, decrease by at least 5 percent, more preferably 7.5 percent, compared 
to the comparative complex. Highly preferably, the average value of all bond angles, e, is also less than in the 
comparative complex. 

Preferably, metal coordination complexes of Group 4 or Lanthanide metals according to the present inven- 
ts tion have constrained geometry such that the smallest angle, B, is less than 1 15*", more preferably less than 
110'', most preferably less than 105''. 

Substituted delocalized n-bonded groups for use herein include any n-electron containing moiety capable 
of forming a delocalized bond with the Group 4 or Lanthanide metal and further substituted with one or more 
divalent substituents that are also covalently bound to the metal. Divalent substituents preferably include groups 
20 containing up to 30 nonhydrogen atoms comprising at least one atom that is oxygen, sulfur, boron or a member 
of Group 14 of the Periodic Table of the Eements directly attached to the delocalized n-bonded group, and a 
different atom, selected from nitrogen, phosphoms, oxygen and sulfurthat is covalently bonded to M. Examples 
of suitable delocalized, n-bonded groups are cydopentadienyt- or aliyl-groups, and derivatives thereof. 
By the term "derivative" in the definition of L is meant that each atom in the delocalized n-bonded group 
25 may independently be substituted with a radical selected from hydrocarbyl radicals, substituted-hydrocart>yl 
radicals wherein one or more hydrogen atoms are replaced by a halogen atom, hydrocarbyl-substituted met- 
alloid radicals wherein the metalloid is selected from Group 14 of the Periodic Table of the Eements, and ha- 
logen radicals. Suitable hydrocarbyl and substituted-hydrocarbyl radicals used to fonm derivatives of the delo- 
calized n-bonded group contain from 1 to 20 carbon atoms and include straight and branched alkyi radicals, 
30 cyclic hydrocarbon radicals, alkyl-substituted cyclic hydrocarbon radicals, aromatic radicals and alkyl-substi- 
tutad aromatic radicals. In addition two or more such radicals may together form a fused ring system or a hy- 
drogenated fused ring system. Examples of the latter are indenyl-, tetrahydroindenyl-, fluorenyl-, and octahy- 
drofluorenyl- groups. Suitable hydrocarbyl-substituted organometailoid radicals include mono-, di- and trisub- 
stituted organometailoid radicals of Group 14 elements wherein each of the hydrocarbyl groups contains from 
35 1 to 20 carbon atoms. More partlculariy, suitable hydrocarbyl-substituted organometailoid radicals Include tri- 
methylsilyl, triethylsilyl, ethyldlmethylsilyl, methyldiethylsilyl, triphenylgenmyl, and trimethylgermyl. 

Preferably M is a metal of Group 4 of the Periodic Table of the Elements, most preferably titanium or zir- 
conium. Also, preferably X is C1-C10 hydrocarbyl, most preferably benzyl and especially methyl. 

Highly prefenred Group 4 or Lanthanide metal derivatives are substituted monocydopentadienyl conv , 
40 pounds conresponding to the formula: 



45 



Cp 



M 



(X): 



wherein: 

so M is titanium or zirconium; 

Cp Is a cydopentadienyl group or derivative thereof that is n-bound to M and substituted at least by Z; 
Z is a divalent moiety comprising oxygen, sulfur, boron, or a member of Group 14 of the Periodic Table 
of the Elements; 

Y Is a llgand group comprising nitrogen, phosphorus, oxygen or sulfur or optionally Z and Y together 
55 fonn a fused ring system; and 

X is as previously defined. 
After abstraction of the X group, the highly preferred catalysts of the Invention have a limiting, electron sepa- 
rated structure conresponding to the formula: 
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II 



Cp 



.Z y 

X 



wherain Cp, Z, M, X and A are as previously defined. 
In the most preferred embodiment -Z-Y- is an amidosilane or amidoalkane group, preferably of up to 20, 
especially up to 10, nonhydrogen atoms and especially (tert-butylamido) (dimethylsllyl) or(tBrt-butylamldo)-1- 
ethane-2-yl. 

Most highly preferred derivatives of Group 4 or Lanthanlde metals are amidosilanediyi- or amldoalkanedlyl- 
compounds corresponding to the formula: 




wherein: 

M is titanium or zirconium, bound to an i^^cyclopentadienyl group; 

R' each occurrence is independently selected from hydrogen, silyl, alkyl. aryl and combinations thereof 
having up to 20 carbon or silicon atoms, and optionally two or more R' groups on the cyclopentadienyl group 
form a fused ring system; 

E is silicon or carbon; 

X independently each occurrence is hydride, alkyl, aryl or halogen substituted aryl of up to 20 carbons; 

and 

m is 1 or 2. 

Examples of the above most highly preferred metal coordination compounds include compounds wherein 
ttie R' on the amido group is methyl, ethyl, propyl, butyl, pentyl, hexyl, (including branched and cyclic isomers), 
norbomyl, benzyl, or phenyl; the cyclopentadienyl group is cyclopentadienyl, indenyl, tetrahydroindenyl, fluor- 
enyl, tetrahydrofiuorenyl. or octahydrofluorenyl; R' on the foregoing cyclopentadienyl groups each occunrence 
is hydrogen, methyl, ethyl, propyl, butyl, pentyl, hexyl, (including branched and cyclic isomers), norbomyl, ben- 
zyl, or phenyl; and X Is methyl, neopentyl, trimethylsilyl, norbomyl, benzyl, methylbenzyl. phenyl, or pentafluor- 
ophenyl. 

Illustrative derivatives of Group 4 or Lanthanlde metals that may be employed In the practice of the present 
Invention Include: [dimethyl(tert-butylamido)(tetramethyl-Ti5-cyclopentadlenyl)silane] dibenzyizirconium, [dl- 
methyl(tert-butylamido)(tetramettiyl-iiB-cyclopentadienyl)siiane] dibenzyltitanium, [dimett)yl(tert-butylamido) 
(tetramethyl-nS-cyclopentadlenyl)8ilane] dimethyltltanium, [(tert-butylamldo)(tetanamettiyl-n^cyclopentadie- 
nyl)-1,2-ettianediyl] dimethylzlrconium. [(tert-butylamido)(tetrametiiyl-Ti6-cyclopentadienyl)-1,2-ethanediyl] di- 
benzyltitanium. [(methylamido)(Ti5-cydopentadlenyl)-1 ,2-ethanediyl] dibenzhydrylzlrconium. [(methylami- 
do)(tetramethyl-Ti5^cyclopentadlenyl)-1 ,2-ethanediyl] dineopentyltitanlum, [(phenylphosphido)(tetramethyl-ii5- 
cyclopentadienyl)methylene] diphenyltitanium, [dibenzyl(tert-butylamido)(tetramettiyl -T]5.cyclopentadienyl)si- 
lane] dibenzyizirconium, IdlmethyI(benzylamido)(ii5.cyclopentadienyl)silane] di(trimethylsllyl)titanlum. [dime- 
ttiyl(phenylphosphido)(tetramethyl-Ti«-cyclopentadienyl)silane] dibenzyizirconium, [dlmettiyl(tert-butylaml- 
do)(tetramethyl-ii6-cyclopentadleny1)silane] dibenzylhafnium. [(tetramethyl-n^cyclopentadienyl)-l ,2-etiiane- 
diyl] dibenzyltitanium. [2-Ti6-(tetramethylcyclopentadienyl)-1-metiiyl-ettianolatD (2-)] dibenzyltitanium, [l-x]^ 
(tetramethylcyclopentadlenyi)-l-methyl-ethanolato (2-)] dimethyltltanium, [2-Ti5-(tetramethyicydopentadlenyl)- 
1-methyl-ethanoIato (2-)] dibenzyizirconium. [2-Ti5-(tetramethylcyclopentadlenyl)-1-methyl-ethanolalo (2-)] di- 
methylzlrconium, [2-[(4a, 4b, 8a, 9, 9a -Ti)-9H-fluoren-9-yl]cydohexanolato (2-)J dimethyl titanium, [2-[(4a, 4 
b, 8a, 9, 9a -Ti)-9H-fluoren-9-yl]cyclohexanolato (2-)] dibenzyl titanium, [2-[(4a, 4b. 8a, 9, 9a -Ti)-9H-fluoren-9- 
yljcydohexanolato (2-)] dimetiiyl zirconium, and [2-[(4a, 4b. 8a. 9, 9a -Ti)-9H-fluoren-9-yl]cyclohexanolato (2-)] di- 
benzyl zirconium. 

Other compounds which are useful in the catalyst compositions of tiiis invention, especially compounds 
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containing other Group 4 or Lanthanlde metals, will, of course, be apparent to those skflled in the art 

Suitable anions are those that either do not coordinate to or are only weakly coordinated to said metal ca- 
tion, thereby remaining sufficiently labile to be displaced by a neutral Lewis base. A "compatible" anion addi- 
tionally refers to such an anion that, when functioning as a charge balancing anion in the catalyst system of 

5 this invention, within the time frame of the desired end use, does not transfer an anionic substituent or fragment 
thereof to the catbn thereby forming a neutral metallocene and a neutral metal byproduct In addition such 
ank)ns are not degraded to neutrality when the initially fonmed complex decomposes and are noninterfering 
with desired subsequent polymerizations or other uses of the complex. 

The Lewis acids having Lewis acidity suitable for use according to the present invention are prepared ac- 

10 cording to known techniques such as those of Marks, et al. J.Am. Chem. Soc. 1 991 , 1 1 3. 3623-3625, or J. Pohl- 
inan, et al., Naturforachg. 1 965, 20b, 5-1 1 . The prefen^d technique is to combine a boron or aluminum halide 
compound such as boron trichloride or boron trifluoride with an alkali metal or alkaline earth derivative of the 
desired substituent or substituents. Additionally, borate esters such as tris(perfluorophenyl) borate may be pre- 
pared by the reaction of pentafluorophenylphenol and borane-methyl sulfide complex according to the method 

15 of J. Org. Chem. , 43(13) 2731-32 (1978). 

Lewis acidity may be measured by empirical means and may also be predicted with a high degree of cer- 
tainty based on theoretical methods. A preferred technique for measuring Lewis acidity is the proton NMRchenr)- 
Ical shift of the proton on carbon #3 (H-3) of crotonaldehyde complexes of the Lewis acid. This technique was 
disclosed by R. Childs et ai.. Can. J. Chem., 1982, 802-808. A similar technique for detemiining Lewis acidity 

20 was taught in P. Laslo et al. J. Am, Chem. Soc. 1 990, 1 2, 8750^8754. The units of measurement are (ppm). 
It has been discovered that the technique may be practteed at temperatures at or less than 25X without del- 
eterious effect. 

The difference in chemical shift of the 3-hydrogen of free, uncomplexed crotonaldehyde and the 3-hydrogen 
of the complexed Lewis acid adduct is determined. This chemical shift difference (A6 in ppm) is related to the 

25 Lewis acidity of the species under study, with the trend being the more downfield the 3-hydrogen is shifted, the 
greater tiie Lewis acidity of the compound being examined. The chemical shift difference of pheny[bis{perfluor- 
ophenyl)borane is 0.77 ppm. More Lewis acidic compounds have chemical shift differences, A6. more than 0,77. 
Prefen-ed Lewis acids have an acidity from 0.77 to 1.49. more preferably from 1.0 to 1.49. Thus, by the Childs 
et al. technique, useful Lewis acids for the present invention are acids having relative acidity compared to phe- 

30 nylbis(perfluorophenyl)borane, A5'-A$*>, ^ 0 (where A6' is the Lewis acMity of the candidate Lewis acid and Ad"" 
Is the Lewis acidity of phenylbis(perfluorophenyf )borane). Prefenred Lewis ackis are those having relative acid- 
ity from 0 to 0.72, more preferably from 0.23 to 0.72. 

Detrimental reactivity of Lewis acids includes abstraction of one or more groups from the anion by the ca- 
tionic portton of the catalyst, LMX+. Readily extractable groups comprise the halkles when such halide is directiy 

35 attached to a central Group 13 metalloid. Thus, most preferred non-reactive Lewis acids are Lewis acids that 
are devoid of halide groups directly attached to a central Group 1 3 metalloid, especially boron. Stated otherwise, 
most preferred Lewis acids are boron compounds devoid of halogen moieties directiy attached to the boron. 

Theoretical techniques nnay also be utilb^ed to calculate the ackJity of Lewis acids suitable for use according 
to the present invention. Several commercially available computer programs may be used to calculate the Lewis 

40 acidity. In a preferred technique theoretical structures and total energies may be calculated for candidate mol- 
ecules in a proposed reaction of a Lewis acid with a Lewis base to fonm a complex. Molecules giving larger 
calculated heats of complexation indicate greater Lewis acklity. A program such as GAUSSIAN 90, or similar 
molecular simulation software may be used for ttie simulation and analysis of such materials. 

First, the initial sti^ctures are optimized by minimizing the calculated total energy with respect to all degrees 

45 of freedom: bond lengths, bond angles, and torsk)nal angles. The heat of reactton (AH) is then calculated as 
being the difference between tiie total energy of the products and the total energy of the reactants e.g., 

where 

E is approximated by the quantum mechanical energy (Eqm) at absolute zero temperature (O"" Kelvin) 
50 for reactants and products. 

By the foregoing technique the Lewis acidity of a compound towards a Lewis base such as methyl anion 
(CH3-) or anfunonia can be calculated, using the fonmula: 

A + (C6H5)(C6F5)2B:base ^ A:base + (C6H5)(C6F5)2B 
where A is the Lewis acid and "base" is the Lewis base. If the reaction is exothemnic (AH < 0), then A 
55 Is a stronger Lewis acid than phenylbis(perfluorophenyl)boron. Relative acidity is determined by comparison 
to the calculated AH of phenylbis(perfluorophenyl)boron, which by definition is 0.0 Iccal/moie. 

Based on the foregoing empirical and theoretical techniques highly preferred Lewis acids are: 
tris(pentafluorophenyl)borane, tris (2,3,5,6-tetrafluorophenyl)borane. tris(2,3,4,5-tetrafluorophenyl)borane, 

5 
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tris(3,4,5-trifluorophenyl)borane. tris(1,2,2-trifluoroethenyl)borane, phenylbis(perfluorophenyl)borane. tris(3.4. 
5-trifluorophenyl)alumlnum, tris(perfluorophenyl) borate, 1,3.5-cyclohexanetriol borate (cydohexane-r-l, o-3, 
o-5-triol borate), and 1,1,1-trimethylolethane borate (2,6,7-tiioxa-1-bora-4-methylblcyclo[2.2.2] octane) (the 
latter two compounds may be prepared according the technique of US-A-2,909,560, by the condensation of 
1,3,5-cydohexanetriol or 1,1,1-trimethylolethane with boric acid). 

Without wishing to be bound by any particular theory of operation it is believed that the Lewis acid causes 
the abstraction of the X group and in the process becomes an anionic species. This result is believed to be of 
practical significance for the present invention where the Lewis acid is a stronger Lewis acid than the resulting 
cation, Li\^X^ The specific Lewis acids of the present Invention are highly effective in this regard. 

In general, the catalyst can be prepared by combining the two components (the derivative of a Group 4 or 
Lanthanide metal and the Lewis acid) In a suitable solvent at a temperature within the range from -lOC'C to 
30(y*C, preferably 25 to 50''C. Suitable solvents include straight and branched-chain hydrocarbons such as iso- 
butane, butane, pentane, hexane, heptane, octane, and mixtures thereof; cydic and allcydic hydrocarbons 
such as cyclohexane, cydoheptane, methylcyclohexane, methylcydoheptane, perfluorinated hydrocarbons 
such as perfluorinated 04^10 alkanes and aromatic and alkyl-substltuted aromatic compounds such as benzene, 
toluene and xylene. Suitable solvents also Indude liquid olefins which may act as monomers or comonomers 
induding ethylene, propylene, butadiene, cydopentene, 1-hexene, 3-methyl-1-pentene. 4-methyl-1-pentene, 
1,4-hexadiene, l-octene, 1-decene, styrene, divinylbenzene, allylbenzene and vinyltoluene (induding all iso- 
mers alone or in admixture). Preferred solvents are aliphatic hydrocarbons especially Cs-Cio alkanes or cy- 
doalkanes and mbctures thereof. 

The catalyst may be used to polymerize addition polymerizable monomers having from 2 to 1000 carbon 
atoms. Examples Include: ethylenically unsaturated compounds, acetylenic compounds, conjugated or non- 
conjugated dienes, polyenes, and carbon monoxide. Preferred addition polymerizable monomers are olefins 
or diolefins having from 2 to 1 8 carbon atoms. Preferred monomers indude the C2^^b a-olefins especially ethy- 
lene, propylene, isobutylene, 1-butene, 1-hexene, 4-methyl-1-pentene, 1-octene, 1-nonene, 1-decene, 1-do- 
decene, 1-tetradecene, 1-hexadecene, and 1-octadecene. Other preferred monomers indude styrene, halo- 
or alky! substituted styrenes, tetrafiuoroethylene, vinylbenzocydobutane, 1 ,4-hexadiene, norbomene, and sub- 
stituted norbomenes such as 5-ethylidene-2-nonbomene. Most preferred monomers are a-defins having from 
2 to 12 cart>on atoms either alone or in combination. The catalyst may also be used to polymerize a-olefins, 
diolefins and/or acetylenically unsaturated monomers in combination with other unsaturated monomere. 

In general, the polymerization may be accomplished at conditions well known in the prior art for Ziegler- 
Natta or Kaminsky-SInn type polymerization reactions, that is, temperatures from 0 to 250''C and pressures 
from atmospheric to 1 000 atmospheres (1 00 MPa). Suspenston, solution, slurry or other process condition may 
be employed If desired. A support may be employed but preferably the catalysts are used in a homogeneous 
manner. It will, of course, be appreciated that the catalyst system will form in situ if the components thereof 
are added directly to the polymerization process and a suitable solvent or diluent, induding condensed mono- 
mer, is used in said polymerization process. It is, however, preferred to fomn the catalyst in a separate step in 
a suitable solvent prior to adding the same to the polymerization mixture. 

It is believed that the active catalyst species of the present invention contains a metal center which center 
remains cationic, unsaturated and has a metal-carbon bond which is reactive with olefins, diolefins and acet- 
ylenically unsaturated compounds. Also associated with this metal center is a charge balancing anionic remnant 
of the fonttula XA". As previously mentioned the catalyst may also exist in a less than fully charge-separated 
configuration. 

The catalyst formed by the method of this invention may be retained In solution or separated from the sol- 
vent, isolated, and stored for subsequent use. As previously Indicated supra, the catalyst may also be prepared 
in situ during a polymerizatton reaction by passing the separate components Into the polymerization vessel 
where the components will contact and react to produce the catalyst. 

The equivalent ratio of derivative of a Group 4, or l-anthanlde metal compound to Lewis acid employed is 
preferably I n a range (com plex: Lewis acid) from 0. 1 : 1 to 1 0: 1 . more preferably from 0.2: 1 to 5: 1 , most preferably 
0.5:1.0 to 1:2. In most polymerization reactions the equivalent ratio of catalyst:polymerizable compound em- 
ployed is from 10-«:1 to 10-^:1, more preferably from 10-«:1 to 10^1. 

A beneficial feature of the catalysts of this invention, especially the titanium based catalysts, is that when 
the catalysts of this Invention are used to copolymerize olefins, either alone or In combination with diolefins, 
the amount of higher molecular weight olefin or diolefin incorporated into the copolymer is significantly in- 
creased when compared to copolymers prepared with the more conventional Ziegler-Natta type catalysts. In 
addition, when compared to constrained geometry catalysts containing alumoxane, the catalysts of the present 
invention possess higher activities. Typically, catalyst efficiencies of the present catalysts (measured by weight 
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of polymer produced/catalyst weight) are at least five times greater than that obtained with comparable alu- 
nnoxane containing catalysts. 

In general, catalysts can be selected so as to produce polymer products which will be relatively free of jarge 
amounts of certain trace impurities such as aluminum, magnesium and chloride generally found in polymers 
5 produced with Ziegler-Natta type catalysts. The polymer products produced with the catalysts of this invention 
have a broader range of applications than polymers produced with more conventional Ziegler-Natta type cat- 
alysts comprising a halogenated metal alkyi such as magnesium chloride, or an alkyi aluminum chloride. 

IHaving described the invention the following examples are provided as further illustration thereof and are 
not to be construed as limiting. Unless stated to the contrary all parts and percentages are expressed on a 
10 weight basis. 

General Polymerization Procedure 

Ethylene, propylene, and hydrogen were purified by passing through columns of 1 3X molecular sieve, ac- 
15 tivated alumina, and trace oxygen removal catalyst (alumina supported copper/manganese catalyst avaOable 
from Englhardt Inc. under the tradename Q-5). Solvents and octene were degassed with nitrogen, then were 
purified by passing through columns of 13X molecular sieve, activated alumina, and trace oxygen removal cat- 
alyst. Phenylacetylene-free styrene was degassed with nitrogen, then purified by passing through a column of 
activated alumina. A 2 L stirred autoclave was charged with the desired amounts of a solvent and comonomer. 
20 Hydrogen was added by differential pressure expansion from a 75 mL addition tank. The hydrogen pressure 
differential represents the difference In pressure between the starting and final pressure in the hydrogen addi- 
tk)n tank after adding hydrogen to the 2L reactor containing solvent and comoriomer. The reactor was heated 
to the polymerization temperature and was saturated with ethylene to the desired pressure. IVletal complex and 
Lewis acid cocatalyst were mbced in a drybox by syringing the desired amount of 0.0050 M metal complex sol- 
25 ution (in mixed alkane solvent (Isopar E™ available from Exxon Chemicals Inc.) or toluene) Into a solution of 
the cocatalyst (In lsopai<S> E or toluene solvent). Optionally, additional solvent was added to facilitate transfer 
of the catalyst solution to the reactor. This solution was then transferred to a catalyst addition tank and injected 
Into the reactor. 

The polymerization was allowed to proceed for the desired time and then the solution was drained from 
30 the bottom of the reactor and quenched with Isopropanol. A hindered phenolic antioxidant (Irganox^ 1010, 
available from Ciba-Geigy Corporation) was added and the polymer was air dried ovemight The resklual sol- 
vent was removed in a vacuum oven ovemight. 

Polymer melt indices (12) were measured according to ASTM D-1238, Procedure A, Condition E, using a 
micro-melt indexer, Model CS-127MF, available from Custom Scientific Instruments, Inc. Densities are deter- 
35 mined by buoyancy measurements of compression molded samples In methyl ethyl ketone. 

Experimental Detenmi nation of Lewis acidity 

The Lewis acidity of phenylbis(perf1uorophenyl)borane was detenmined using NMR analysis substantially 
40 according to the technique of R. Childs, et al.. Can. J. Chem. , 1982, 80, 802-808. All manipulations were canied 
out either using standard Schlenk and/or high vacuum techniques or in an inert glovebox (Vacuum Atmos- 
pheres, Inc.) under recirculating, dry nitrogen with oxygen levels in the glove box being continuously monitored 
with an oxygen analyzer and maintained at < Ippm. Crotonaldehyde purified by vacuum-transfer from calcium 
hydride and methylene chloride-d2 (CD2CI2) vacuum transferred from phosphorus pentoxide were used. 
45 Proton NMR spectra were recorded either on a Varian VXR-300 NMR spectrometer or a Varian Gemini 
300 NMR spectrometer. Chemical shifts were detenmined relative to tetramethylsilane through the residual 
CHDCI2 (^H. 5 5.32) In CD2CI2. The NMR samples were prepared by adding an appropriate quantity of the Lewis 
acid compound to a solution of crotonaldehyde in CD2CI2 at -20''C and allowing the sample to warm slowly to 
room temperature. The stoichiometry of the resulting solution was such that there was a 50 percent excess of 
so the Lewis acid reagent with a total concentration of reactants being about 0.3M. The NMR spectrum was 
tiien recorded, and H-3 NMR shift of the Lewis acid adduct of crotonaldehyde and free crotonaldehyde deter- 
mined. 

Theoretical calculation of Lewis acidity 

55 

Stnictures and energies were calculated using one or more of the foltowing standard technk^ues of elec- 
tronk: structure theory. 

1 . AMI - Dower's semi-empirical method based on approximate molecular orbital theory. AMI has been par- 
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amebized to fit selected experimental data. AMI calculation techniques are well known to those skilled in the 

art, and are described in, for example, M. J. S. Dewar, E. G. Zoebisch. E. F. Healy, and J. J. P. Stewart J. Am. 

Chem,Soc., 1 07, 3902 (1 985); M. J. S. Dewar and Eve G. Zoebisch. J. Mol. Struct. fTHEOCHEM) 1 80, 1 (1 988); 

M. J. S. Dewar, C. Jie. and E. G. Zoebisch, Organometallics , 7. 513 (1988); M. J. S. Dewar and C. Jie, Orga« 
5 nometallics. 6, 1486(1987); M. J. S. Dewar and K. M. Merz, Jr. Organometalllcs 7. 522-4 (1988); M. J. S. Dewar 

and C. Jie, Organometallics. 8, 1547 (1989); M. J. S. Dewar and C. Jie, Organometallics, 8. 1544-7 (1989); 

and M. J. S. Dewar and A. J. Holder, Organometallics. 9, 508 (1990). 

The AMI calculations are performed with the program MOPAC, version 5.00. available from the Quantum 

Chemistry Program Exchange (QCPE), Department of Chemistfy. Indiana University, Bloomington, Indiana 
io 47405. The program is further described in the MOPAC Manual, J. J. P. Stewart, Frank J. Seller, Res. Lab., 

U.S. Air Force Academy, Colo. Spgs., CO. 80840 

2. HF (restricted Hartree-Fock) the rigorous {ab initio, no adjustable parameters) method. The HF results 

were calculated using the GAUSSIAN® 90 program and the well-known 3-21g basis set The 3-21 g basis set 

is a valence double-zeta basis set. Gaussian 90. Revision J„ available from Gaussian, Inc., Pittsburgh PA, 
15 1990. 

The 3-21 G basis set is well known in the art, and is described in, for example, W. J. Hehre. L Radom, P. 
v. R. Schfeyer, and J. A. Pople, Abinitio Molecular Ort)ital Theory. Wilev. New York, (1986); Pietro, W. J., et 
al.. J. Am. Chem. Soc. 104. 5039-48 (1982); M. S. Gordon, et al. J.Am. Chem. Soc. 104. 2797-803 (1982); J. 
S. Binkley, et al., J. Am. Chem. Soc. 102, 939-47 (1980); K. D. Dobbs and W. J. Hehre, J. Comput. Chem. 8, 
20 880-93 (1987); K. D. Dobbs and W. J. Hehrer J. Comput Chem. 8. 861 (1987); K. D. Dobbs and W. J. Hehre, 
J. Comput. Chem. 9. 801 (1988); K. D. Dobbs and W. J. Hehre, J. Comput Chem. 7, 359 (1986). 

Example 1 

25 A catalyst solution was prepared by combining 1 mL of a 0.005 M toluene solutton of tris(penta- 
fluorophenyl)borane with 1 mL of a 0.005 M toluene solution of [(tert- butyl amido)dimethyl(tetramethyl-Ti^- 
cyclopentadienyl)silane dibenzyl titanium Q(C6Me4)SiMe2N(t-Bu)]Tibz2] (prepared by reaction of (tert- 
butylamido)dimethyl(tetramethyl)-TiS-cyciopentadienyl)silane titanium dichloride and benzyl lithium. The di- 
chloride in turn was prepared by reaction of lithium 1,2,3,4-tetramethylcyclopentadienide with (N-t-butylami- 

30 no)(dimethyl)silane chloride, followed by conversion to the dillthium salt, reaction with TiDs to fonn the closed 
ring structure (N-t-butylamido)dimethyl(tetramethyl-T|^cyclopentadieny1 )titanium chloride, and oxidation of the 
metal center with methylene chloride to fonm (N-t-butyjamido)dimethyl(tetramethyl-t]^cyclopentadienyl)titani- 
um dichloride. The mixture was shaken for 10 seconds at 25X, giving a catalyst solution notteeably daricer 
than the starting, red-orange, titanium containing solution. 

35 

Polymerization 

The catalyst solution was combined with a mbcture comprising 1 L of Isopar E™, 0.2 L of 1-octene, and 
ethylene (31 atmospheres, 3.1 MPa) in a 2 L reactor. The reactants were previously deaerated and purified 
40 and the reactor contents were heated to 1 30*'C. An Immediate 7 ""C rise in reactor temperature occunred. Ethy- 
lene was provided on demand at 3.1 MPa. After 10 minutes the reactor contents were removed and devolataized 
giving 80.0 g of ethylene-octene copolymer having a micro-melt index of 0.104. 

Example 2 

45 - 

A catalyst solution was prepared by combining 1 ml of a 0.005 M toluene solution of 
tris(pentafluorophenyl)borane with 1 mLof a 0.005 M toluene solution of (tert-butylamido)dimethyl(tetramethyl- 
Ti^cyclopentadienyl)silane dibenzyl zirconium [(C6Me4)SiMe2N(t-Bu)]ZrbZ2] (prepared according to the same 
technique as Example 1). The mixture was shaken for 10 seconds at 25''C, ghring a catelyst solution slightly 
50 darker than the starting, light yellow, zirconium conteining solution. 

Polymerization 

The catalyst solution (10 ^mol in 2ml Isopar™ E) was combined with a mixture comprising 0.8 L of Isopar 
55 E™ and 0.4 liters of propylene in a 2 L reactor. The reactor contents were heated to 50''C. After 45 minutes 
the reactor oontente were renrKived and devolatilized giving 30.1 g of polypropylene having a micro-melt index 
of 24.3 and a syndtotactic Index (measured at a racemic triad) of 83.5. 
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Examples 3-37 

The metal complex for Examples 3-37 was (tert-butylamido)dimethy1(tetramethyl-5-cydopenta- 
dienyl)sllane titanium dimethyl, [(C6Me4)SiMe2N(t-Bu)]TiMe2, arid the Lewis acid was tris(perfluorophe- 
5 nyl)borane, B(C6F5)3. The polymerization time for all examples was 10 minutes. The results for Examples 3- 
37 are shown in Table I. 



10 



15 



20 



25 



30 



35 



40 



45 



H 



SO 



55 



•H 



00 ,o 

t-H ^ 



OS 

hI o 

3 



U 0) 
O 



0) 
I 



O 

2 vo 



O O 

o o 



CT^ o% 



o 



tn m m 
<!■ <r <r 



CO CO d 



»l 



o 



o o 
o ^ o 



o o 

O 0\ OH 
CM f-l 1^ 



1 



2 ^ 

CM 



iTk O 
CM CO 



O O 
O O 



2 



O VO 2 



m lA m 
<t ^ ^ 



CO CO CO 



o o o 
r*. o r>. 

CO r- • 



O \0 o 
0^ »-i 



>o 00 



I I I 



^ s 



o 
o 



>fl 3 sr 



OS 2 



lA m lA 
<r vr 



o ^ o 

o\ O I** 



o ^ 
^ ^ 



I I 



^ ^ CM 
4A CO ^ 

CO in <3 



so vO 
CM 



o o o 
o o o 



NO NO ^ 



a\ >D 



m m to 
^ 



CO CO CO 



O O Q 

s 

rH i-H 



O O vO 
ON OH 



CM CO ^ 



sr <r 

CO o 



^ o 



^ ^ 



OQ 
CM 





in 


CO 


• 




• 


CM 






CM 







o 


o 


o 
o 


LTV 


m 


m 


O 


o 


• 


CM 


CM 


CM 


• 

hO 


« 


o 


• 

f-l 


• 

i-l 


• 



o o o 



m tri m 



CO fO CO 



o 

o 



o o o 

0\ ^ 



in NO 



o CO m 

CM r«* i-i 

CM ^ -H 

OV Ov 

• • • 

o o o 



<f in 

in o CO 

t • • 

CO ^ ^ 





in 


in 


in 


m 


CM 


CM 


CM 




• 


« 


• 











m m m 
m m m 



00 


00 


00 


CM 


CM 


CM 


CO 


CO 


CO 



o o o 

CO «-! 



CO CO o 

no >o *n 



00 c\ o 

— t ^ CM 



9 



EP0 520 732 A1 



10 



15 



20 



25 



30 



35 



40 



C 
O 
U 



0) 
JQ 



45 



SO 




^ ^ »^ 



I 



O 0) 

to ^ 
o 

3^ 



0) 

4-1 1-4 



CO 



cj\ Q cn 
<n 



lA m m 

C>l CM CM 



m tA m 

CM CM CM 



m « g 
.n CM 2 



GO 00 00 
C^l CM CM 



00 

CM ^ 



o m 



^1 
Ml 



CM en 

CM CM M 



CTt O <n 
o% 

O <-H <-i 
o> 



vo ^ 
o 



o o -H 



o m o% 
cn m 



m m m 

CM CM CM 



m m lA 

CM CM 



m 00 m 
tn CM in 



00 00 oo 
CM CM CM 



CO 



CO in CO 
\0 tn nD 



^ in ^ 

CM CM CM 



m CO %o 

CM CM ^ 

*H CM i-H 

^ o> 



o o o 



<r o\ St 

O t-H CM 



CM O ^ 



m CM 

CM CM 



m m in 

CM CM CM 



m m m 

CM CM Pvl 



CM 00 CM 
00 CM CO 



00 00 00 
CM CM CM 



o o 



00 o> 
CM CM CM 



^ CM 

CO m o\ 

CO r-l ^ 

CJ^ 



m 00 ^ 

^ »0 rH 



v£» O O 



in m m 

CM CM CM 



m m in 

CM CM CM 



O m in 
f-« *n *n 



00 00 00 
CM CM CM 



CO CO CO 



o o 
p*. O 



CO CO CO 

\0 yO ^ 



O »-4 C4 
CO CO CO 



>0 vO <^ 

o a\ ^ 

CM O CM 

o% 



o o o 



in —I 00 
0> O 



CM '.4' 
CM 



m m m 

CM CM CM 



in in in 

CM CM CM 



CM CM in 

00 00 m 



00 00 00 
CM CM CM 



CO CO CO 



S s S 

CM ^ ^ 



O «n m 
m 



CO m 

CO fO CO 



^ CM 

as 



o o 



00 CO 



CM *H 
CO CO 



m in 

CM CM 



in in 

CM CM 



m 00 
m CM 



CO oo 

CM CM 



o o 
r*. oo 

^ CM 



CO in 
>o m 



CO ro 



Examples 38 - 57 

The catalyst and procedure of Examples 3-37 were used except that 1000 mL of lsopar<& E was added to 
55 the reactor followed by various amounts of propylene. The desired amount of hydrogen was then added and 
the solution was heated to the reaction temperature. The solution was then saturated with ethylene at 475 pslg 
(3.38 MPa). Equimoiar amounts of the metal complex, [(C6Me4)SiMe2N(t-Bu)]TiMe2 and the Lewis acid, 
B(C6F6)3 were mixed in 2 mL of Isopar® E and this solution was transferred into the reactor to begin the poly- 
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merization. The reaction was allowed to proceed for 15 minutes with ethylene being supplied on demand at 
475 psig (3.38 MPa). The propylene content of the polymer was detemnined by carbon NMR spectroscopy using 
the method of J.C. Randall, Rev. Macfomo. Chem. Phvs-, 29(2&3), 201-317, (1989). The results are shown in 
Table II. 
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Examples 59 - 77 



The procedure of Examples 3 - 37 was followed except that various amounts of styrene were added to the 
55 reactor followed by lsopar<S> E to make 1 000 ml of total liquid volume. Various amounts of propylene were then 
added. The solution was heated to the reaction temperature. The solution Is then saturated with ethylene at 
480 psig (3.41 MPa). Equinnolar amounts of the metal complex, [(C6Me4)SiMe2N(t-Bu)]TIMe2, and the Lewis 
acid, B(C8F6)3 were mixed in 2 mL of lsopar<S> E and this solution was transferred into the reactor to begin the 



11 



EP0 520 732 A1 



polymerization. The reaction was allowed to proceed for 10 minutes with ethylene being supplied on demand 
at 480 psig (3.41 MPa). The results are shown In Table III. Where provided, propylene and styrene contents 
were detemnined by carbon 13 NMR spectroscopy. 
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40 Examples 78-100 



45 



50 



The procedure of Examples 3-37 was followed except that various amounts of styrene were added to the 
reactor followed by lsopar<B) E to make 1 000 mL of total liquid volume. Various amounts of hydrogen were then 
added. The solution was heated to the reaction temperature. The solution was then saturated with ethylene at 
475 psig (3.38 MPa). Equlmolar amounts of the metal complex, [(C5Me4)SiMe2N(t-6u)]TiMe2 and the Lewis 
acid, B(CeF6)3 were mixed In 2 mL of lsopar<S^ E and this solution was transferred Into the reactor to begin the 
polymerization. Two additional charges of complex and Lewis acid were added at 5-10 minute intervals. The 
total amount of catalyst added (based on titanium) is shown in Table IV. The reaction was allowed to proceed 
for 1 0 minutes after the final catalyst addition with ethylene being supplied on demand at 475 psig (3.38 MPa) 
throughout the run. The results are shown in Table IV. 
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45 Example 101 

The polymerization procedure of Examples 3-37 was followed using 1.25 micromoles of (tert- 
butylamldo)dimethyl(tetFame1tiyl-ii5-cyclopentadienyl)silane titanium dibenzyl [(C5Me4)SiMe2N(t-Bu)ITi bZ2 
and 1.25 micromoles of the Lewis acid, B(C6F5)3 mixed in 2 mL of lsopar<& E. The reaction temperature was 
50 leC'C. 10 g of propylene and 100 Apsi (0.7 MPa) hydrogen were added. The ethylene pressure was 460 psig 
(3.3 MPa). The polymerization tinne was 1 5 minutes. 22.9 g of an ethylene / propylene copoiymer were isolated. 

Example 102 

55 The polymerization procedure of Example 101 was followed using 1.00 micromoles of [(C5Me4)SiMe2N(t- 

Bu)]TiMe2 and 1 .00 micromoles of the Lewis acid B(C6F6)3 mbced in 2 mL of Isopai® E. The reaction temperature 
was 90X. 1000 mL of lsopai<S> E and 200 mL of 1-octene were charged into the reactor and no hydrogen was 
added. The ethylene pressure was 500 psig (3.55 MPa). The polymerization time was 15 minutes. 85.9 g of 
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an ethylene/ octene copolymer of approximately 0.87 g/mL density and melt index (I2) of 0.3 was isolated. 
Example 103 

5 Polymerization using (tert-butylamido)dimethyl(tetrahydrofluorene)silane titanium dimethyl metal derivative 

Preparation of tetrahydrofluorene 

15g (90.2 mmol) of fluorene was dissolved in 200ml of a tetrahydrofuran (THF)/ ethylene diamine solution 
10 (1 :1 ratio). The solution was cooled in a ice bath and with stirring 3.13g of lithium (451 .2 mmol) was added in 
small portions. After all the lithium had been added the solution was stirred for 2 h with consequent dissolution 
of the lithium metal. The resulting solution was then poured Into a HCI/lce mixture. The solution was then ex- 
tracted with diethyl ether. The organic washings were combined, washed with water and dried over MgS04. 
The solution was filtered and the solvent removed on a rotary evaporator. The crude material was then purified 
15 by dissolving in hexane and passing through a silica gel column to give 1 1 .4g (75 percent yield) of product after 
solvent removal. 

Preparation of lithium tebrahydrofluorenkJe 

20 10 g of tetrahydofluorene (59 mmol) was dissolved in 75 ml of pentane. To this solution 21 ml of n-butyl 
lithium (n-BuLi) (2.65 M) was added dropwise over a 20 min period. The solution was stirred overnight with 
deposition of a white solid. The solid was collected by filtration, washed with pentane and dried under reduced 
pressure to give 7.14g (70 percent yield) of product 

25 Preparation of (N-t-butytamino)(dimethyl)(tBtrahydrofluorenyl)sllane 

5.78 g (34.9 mmol) of CISiMe2NHCMe3 (prepared according to the method described in J. Prakt. Chem, 
24(3-4). 226-30 (1964)) was added to 100 ml of THF. To this solution 6.15 g ( 34.9 mmol) of lithium tetrahy- 
drofluorenlde was added. The solution was then brought to reflux for 10 min and the solution cooled to room 
30 temperature. Gas chromatographic (GC) analysis showed the reaction to be complete. The solvent was then 
removed under reduced pressure, the residue extracted with pentane, filtered and the solvent again removed 
under reduced pressure to give 9.80 g of product (94 percent yield). 

Preparation of dilithlum (N-t-butylamido)(dimethyl)(tetrahydrofluorenyl)silane 

35 

9.80g (32.8 mmol) of (N-t-butylamino)(dimethyt)(tetrahydrofluorenyl)sllane was dissolved in 100ml of die- 
thylether. To this solution 26.6 ml (70.6 mmol) of nBuLI (2.65 M) was added dropwise. Upon complete addition 
of the nBuLI the solution was stirred for 2 h whereupon the solvent was removed under reduced pressure to 
give an oily orange residue which solidified upon trituration with pentane to give 11.86 g (98 percent yield) of 
40 a yellow solid which was identified by nuclear magnetic resonance spectroscopy (NMR) as an etherate adduct 
(3/4 Et20 per molecule) of dilithlum (N-t-butylamlno)(dlmethyl)(tetrahydrofluorenyl)silane. 

Preparation of [(N-t-butylamido)(dimethyl)(tetrahydrofluorenyl)silane]titanium dichloride ([(tetrahydroRuore- 
nyl)SiMe2N(t-Bu)]Tia2) 

45 

6 g (16.1 mmol) of TiCl3(THF)3 was dissolved in 75 ml of THF. To this solution 5.92g (16.1 mmol) of dilithlum 
(N-t-bu^lamido)(dimethyl)(tetrahydrofluorenyl)silane(3/4 Et20) was added as a solid with stirring. The solution 
was then stirred for 45 min. after this time period PbCl2 (2.25g, 8.1 mmol) was added and the solution stirred 
for 45 minutes. The THF was then removed under reduced pressure. The residue was ttien extracted with tol- 
50 uene. the solution filtered and the toluene removed under reduced pressure. The residue was then triturated 
with pentane and the solution cooled to -20''C for 3 hours. The red precipitate was collected via filtration and 
washed with cold pentane and dried under vacuum to yield 5.00 g (75 percent yield) of product. 

Preparation of [(N-t-butylamidoXdimetiiyl)(tetrahydrofluorenyl)silane]titanium dimethyl ([(tetrahydroAuorenyl) 
55 SIMe2N(t-Bu)]Ti(CH3)2 ) 

5.0g of [(N-t-butylamido)(dimethyl)(tetrahydrof1uorenyl)sllane]titanium dichloride (12 mmol) was suspend- 
ed In 100 ml of Et20. To tiiis suspension 8.40 ml of methyl magnesium iodide (MeMgl) (3.0 M in diethyl ether, 
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Et20) was added dropwise with stirring over a 20 min period. Upon completion of the addition of the MeMgl 
the solutton was stirred for 40 minutes. After this time period the Et20 was removed under reduced pressure 
and the residue extracted with pentane, the solution filtered and the filtrate evaporated to dryness under re- 
duced pressure to give 3.48 g (77 percent yield) of product 

5 

Polymerization 

The polymerization procedure of Example 102 was followed using 2.00 micromoles of [(tetrahydrofluore- 
nyl)SiMe2N(t-Bu)]TiMe2 and 2.00 micromoles of the Lewis acid, B(C6F5)3 mixed in 2 mL of lsopai<S) E. The re- 
10 action temperature was 1 SO^'C. 808 g of Isopar® E and 100 g of 1-octene are charged into the reactor. No hy- 
drogen was added. The ethylene pressure was 500 psig (3.55 MPa). The polymerization time was 15 minutes. 
41.1 g of an ethylene/ octene copolymer were Isolated. 

Example 104. 

15 

The procedure of Example 103 was followed except that 2.50 micromoles of [(tetrahydrofluorenyl)SiMe2N(t- 
Bu)]TiMe2 and 2.50 micromoles of the Lewis acid B(C6F6)3, were mixed In 2 mL of Isopai® E were used to form 
the catalyst. The reaction temperature was 150*^0. 829 g of lsopai<S> E and 29 g of 1-octene are charged into 
the reactor and no hydrogen was added. The ethylene pressure was 500 psig (3.55 MPa). The polymerization 
20 time was 1 5 minutes. 1 1 .4 g of an ethylene/ octene copolymer were isolated. 

Example 105. 

Polymerization using (tert-butylamido)dlmethyl(1,3-dimethyl-5,8 J,8-tetrahydroindenyl)silane titanium dime- 
25 thyl metal derivative 

Preparation of 4,5,6,7-tetrahydro-1 -methyl-indan-3-one 

Cydohexene (27.3g, 0.33 moi), crotonic acid (28.7g, 0.33mol) and poly phosphoric acid (300ml) were mech- 
30 anically stirred under a nitrogen atmosphere at 60**C for 30 minutes. The slurry was poured Into water and the 
aqueous solution extracted with diethyl ether. The diethyl ether extract was washed successively with a 10 per- 
cent NaHCOa solution and a saturated NaCI solution. The organic extract was then dried over anhydrous 
MgS04. The solution was then filtered and the solvent removed under reduced pressure. The crude product 
was then purified via vacuum distillation (bp 87-92''C at 5 torr. 0.7 kPa) to give 32.6g (66 percent) of purified 
35 material. 

Preparation of 7,9 dimethylbicyclo-[4.3.0]-nona-l(6),7-diene 

Methyl lithium (1.5M, 96ml) was added dropwise to a solution of 4,5,6,7-tetrahydro-1-methyl-indan-3-one 
40 (17.7g, 0.1 18 moi) in 50ml of diethyl ether under an argon atmosphere whereupon the reaction mixture was 
refluxed for 18 hours. The mixture after this time period was hydrolyzed and the reaction mixture extracted with 
diethyl ether. The ether extracts were dried over anhydrous MgS04 and filtered. To the ether solution, 0.5ml 
of 6M HCI was added and the solution stirred for one hour. After this time period the ether solution was washed 
with water, dried over anhydrous MgS04, filtered and concentrated. Distillation at reduced pressure afforded 
45 B.Qg (45 percent) of product. 

Preparation of littiium 1,3-dimethyl-5,6,7,8-tetrahydroindenide 

7,9 dimethylbicydo-[4.3.0]-nona-l(6),7-diene (5.0g, 33.5 mmol) was added to 100ml of pentane. To this 
50 solution n-BuLi in pentane (2.7M, 13ml) was added dropwise and the mixture stirred for 12 hours. The resulting 
white precipitate was collected via filtration, washed with pentane and dried under reduced pressure to gh^e 
5.02g (97 percent) of product. 

Preparation of (N-t-butylamino)(dimethyl)(1 ,3-dimethyl-5,6,7,8-tetrahydroindenyl)silane 

55 

0.77g of aSiMe2NHCMe3 (4.67 mmol) was added to 50 ml of THF. To this solution 0.75g ( 4.67 mmol) of 
lithium 1 ,3-dimethyl-5,6,7,8-tetrahydroindenide was added. The solution was then brought to reflux for 10 min 
and the solution was then cooled to room temperature. Gas-Chromatogram (GC) analysis showed the reaction 
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to be complete. The solvent was then removed under reduced pressure, the residue extracted with pentane, 
filtered and the solvent again removed under reduced pressure to give 1.21g of product (94 percent yield). 

Preparation of dilithium (N-t-buty1amido)(dlmethyl)(1,3-dimethyl-5,6,7,&-tetrahydroindenyl)silane 

5 

1.21g (4.36 mmol) of (N-t-butylamino)(dimethyl)(1,3-dimethyl-5,6,7,8-tetFahydn)jndenyl)silane were dis- 
solved in 100ml of diethylether. To this solution 5.72mt (9.15 mmol) of nBuLi (1.6 M in pentane) was added 
dropwise. Upon complete addition of the nBuLi the solution was stirred for 2 hours whereupon the solvent was 
removed under reduced pressure to give an oily yellow residue which solidified upon trituration with pentane 
10 to give 1 .OOg (79 percent yield) of a tan solid product 

Preparation of [(N-t-butylamidoXdimethyi)(1,3-dimethyl-5,6,7,8-tetrahydroindenyt)sllane] titanium dichloride 
([(1,3-dimethyl-tetrahydroindenyl)Sil\4e2N(t-Bu)]Tia2) 

15 0.64g (1.72 mmol) of TiCl3(THF)3 was dissolved in 75ml of THF. To this solution 0.50g (1.72 mmol) of dl- 

lithium (N-t-butylamido)(dimethyl)(1 ,3-dimethyl-5,6,7,8-tetrahydroindenyl)silane was added as a solid with stir- 
ring. The solution was then stirred for 45 min, after this time period PbCl2 (0.239g, 0.86 mmol) was added and 
the solution stln^ed for 45 minutes. The THF was then removed under reduced pressure. The residue was then 
extracted with toluene, the solution filtered and the toluene removed under reduced pressure. The residue was 

20 then triturated with pentane and the solution cooled to -20*'C for 3 hours. The product was collected via filtration 
and washed with odd pentane and dried under vacuum to yield 0.32g (47 percent yield) of product 

Preparation of [(N-t-Butylamido)(dimethyl)(1,3-dimethyl-5,6J,8-tetrahydroindeny l)sllane] titanium dimethyl 
([(1,3-dimethy1-tetrahydroindenyl)SiMe2N(t-bu)FKCH3)2) 

25 

0.32g of (N-t-butylamido)(dimethyl)(1,3-dimethyl-5,6J,8-tetrahydroindenyl )sllane titanium dichloride 
(0.81 mmol) was suspended In 40 ml of EtaO. To this suspension 0.56 ml of MeMgl (3.0 M in diethyl ether) was 
added dropwise with stirring over a 20 minute period. Upon completion of the addition of the MeMgt the solution 
was stirred for 40 minutes. After this time period the EtaO was removed under reduced pressure and the residue 
30 extracted with pentane, the solution filtered and the filtrate evaporated to dryness under reduced pressure to 
give 0.21 g (73 percent yield) of product 

Polymerization 

35 The procedure of Example 1 03 was followed except that 0.50 micromoles of [(1 .3-dimethylt6trahydroinde- 
nyl)SiMe2N(t-Bu)]TIMe2 and 0.50 micromoles of the Lewis acid B(C6F6)3, mixed in 2 mL of Isopar® E were used 
to form the catalyst/ cocatalyst mixture. The reaction temperature was 120''C. 797 g of lsopar<S> E and 61 g of 
1-octene are charged into the reactor and 20 Apsi (0.14 AMPa) of hydrogen was added. The ethylene pressure 
was 500 psig (3.55 MPa). The polymerization time was 10 minutes. 29.2 g of an ethylene/ octane copolymer 

40 were isolated. The micro-melt index (12), was 0.975. 

Example 106. 

The procedure of Example 105 was followed except that 0.10 micromoles of [(1 ,3-dimethyltetrahydroinde- 
45 nyl)SiMe2N(t-Bu)]TiMe2 and 0.10 micromoles of the Lewis acid, B(CeF5)3 mixed In 2 mL of lsopar<& E were used 
to fonn the catalyst mixture. The reaction temperature was 90*^0. 715 g of Isopar® E and 143 g of 1-octene 
were charged into the reactor and 10 Apsi (0.07 AMPa) of hydrogen was added. The ethylene pressure was 
500 psig (3.45 MPa). The polynrterization time was 10 minutes. 64.5 g of an ethylene/ octene copolymer were 
isolated. The melt index (12) was 0.346. 

so 

Example 107. 

The procedure of Example 106 was followed except that 0.025 micromoles of [(C5Me4)SiMe2N(t-Bu)]TiMe2 
and 0.025 micromoles of the Lewis acid, B(C6F6)3 mixed in 2 mL of Isopar® E were used to form the catalyst 
55 The reaction temperature was SO^'C. 679 g of Isopar® E and 179 g of 1 -octene were charged Into the reactor 
and 20 Apsi (0.14 AMPa) of hydrogen was added. The ethylene pressure was 500 psig (3.55 MPa). The poly- 
nfierization time was 60 minutes. 40.7 g of an ethylene/ octene copolymer were isolated. The melt index, 12, 
was 0.166. 
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Example 108. 

The procedure of Example 1 07 was followed except that 2.00 micromoles of [(tetrahydrofluorenyl)SIMe2N(t- 
Bu)]TfbZ2 (prepared by reacting [(N-t-butylamldo)(dlmethyl)tetrahydrofluorenyl)silane] titanium dichlorlde with 
5 benzyl magnesium chloride) and 2.00 micromoles of the the Lewis acid, B(C6F6)3 mixed in 2 mL of lsopai<& E 
were used to form the catalyst The reaction temperature was ISO^'C. 822 g of Isopar® E and 36 g of 1-octene 
were charged Into the reactor and 10 Apsi (0.07 AMPa) of hydrogen was added. The ethylene pressure was 
500 psig (3.55 MPa). The polymerization time was 15 minutes. 20.1 g of an ethylene/ octene copolymer were 
tedated. The melt index, 12, was 0.327. 

10 

Example 109. 

The procedure of Example 1 08 was followed except that 2.00 micromoles of [(tetrahydrof1uorBnyl)SiMe2N(t- 
Bu)]TibZ2 and 2.00 micromoles of the Lewis acid. B(CeF5)3 mixed in 2 mL of lsopai<& E were used to form the 
IS catalyst The reaction temperature was ISO^'C. 822 g of isopar<S> E and 36 g of 1-octene are charged into the 
reactor and 10 ApsI (0.07 AMPa) of hydrogen was added. The ethylene pressure was 500 psig (3.55 MPa). 
The polymerization time was 15 minutes. 20.1 g of an ethylene/ octene copolymer were isolated. The melt in- 
dex, 12, was 0.327. 

20 Example 110. 

Polymerization using (n-tertbutylamido)dlmethyl(Ti^-tertbutylcyciopentadienyl)sllane titanium dimethyl metal 
derivative 

25 Lithium t-butylcydopentadienlde 

To a solution of 4.18 g (39.4 mmol) 6,6-dimethylfulvene in 80 mL diethylether at O^'C were added 22.9 mL 
of a 1 .72 M (39.4 mmol) methyl lithium solution in ether. The resulting slurry was stirred several days, then fil- 
tered, washed with pentane and dried under vacuum. 

30 

(N-t-butylamino)(dlmethyl)(t-butyicyclopentadlenyl)sllane 

To a solution of 3.35 g (20.2 mmol) (N-t-butylamino)(chloro)dimethylsilane in 75 mL THF was added 3.58 
g (17.7 mmol) lithium t-butylcyclopentadlenide etherate. The reaction mixture was stirred several hours. The 
35 solvent was removed, the residue was extracted with pentane and filtered. The pentane was removed In vacuo 
to give the product as a pale yellow oil. The yield was 2.87 g, 64.6 percent. 

Diiithium[(N-t-bufylamldo)(dimethy!)(t-butylcyclopentadienyt)silane 

40 To a solution of 2.87 g (11.4 mmol) (N-t-butylamino)(dimethyl)(t-butylcyclopentadienyl)silane in 70 mL 
ether was added 1 5.8 mL of 1 .48 M (23.4 mnrtol) butyl I ithium in hexane. The resulting dear solution was stirred 
ovemlght The solvent was removed under reduced pressure. Yield was 107 percent of impure product. 

[(N-t-butylamido)(dinriethyi)(Ti-t-butylcydopentadienyl)sllane]titaniumdichloride([(t-butyl^^ 
45 TICI2) 

In a flask were combined 0.60 g (2.27 mmol) dlllthium[(N-t-butylamido)(dlmethyl)(t-butylcydopentadie- 
nyl)sllane and 0.84 g (2.27 mmol) Tia3(THF)3 as solids. To this was added 40 mL THF. The resulting daric violet 
solution was stirred for 1 0 minutes, then 0.35 g (1 .25 mmol) PbCl2 was added. The reaction mixture was stirred 
50 for less than one hour, the deep orange-brown reaction mixture was filtered, and the solvent removed under 
reduced pressure. The residue was extracted with pentane and the solution filtered and concentrated until solid 
material began to form. The slurry was cooled overnight in a freezer, the yellow product was collected on a frit, 
washed with pentane and dried under reduced pressure. The yield was 0.58 g, 69.6 percent. 

55 [(N-t-butylamido)(dimethyl)(Ti-t-butylcydopentadienyl)silane]titanium dimethyl ([(t-Butyl-C6H3)SiMe2N(t- 
Bu)]Ti(CH3)2) 

A 0.80 mL solution of 2.78 M (2.22 mmol) methyl magnesium iodide in 1 5 mL ether was slowly added over 
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20 minutes to 0.41 g (11 1 mmol) [(N-t-butylamido}(dimethyl)(ii-t-butylcyclopentadienyl)silane]titanium dichlor- 
ide in 15 mL ether. The solution was stirred 20 minutes, then the solvent was removed. The residue was ex- 
tracted with pentane and the resulting solution was filtered, then concentrated to an oil which crystallized on 
standing. Yield was 0.34 g, 94.6 percent 

5 

Polymerization 

The general polymerization procedure of Example 109 was followed using 0.25 micromoles of [(t-butyl- 
C5H3)SiMe2N(t-Bu)]TiMe2 and 0.25 micromoles of the Lewis acid, B(C6F5)3 mixed In 2 mL of lsopai<S) E were 
10 used to forni the catalyst The reaction temperature was SO'^C. 1000 mL of lsopai<5> E, 100 g of propylene and 
50 Apsi (0.34 AMPa) of hydrogen were added. The ethylene pressure was 475 psig (3.38 MPa). The polymer- 
ization time was 10 minutes. 6.3 g of an ethylene/ propylene copolymer was isolated. The melt Index, 12, was 
1 .291 . The density was 0.8868 g/mL 

15 Example 111. Ethylene / norbomylene copolymer 

The general polymerization procedure of Example 1 09 was followed using 1 .25 micromoles of [(C5Me4)Si- 
Me2N(t-Bu)]TiMe2 and 1.87 micromoles of the Lewis acid B(C6F5)3 mixed in 2 mL of lsopar<S> E were used to 
fbmi the catalyst The reaction temperature was 1 40''C. 808 g of lsopar<S) E, 1 9.5 g of norfoomene and 25 Apsi 
20 (0.17 AMPa) of hydrogen were added. The ethylene pressure was 500 psig (3.55 MPa). The polymerization 
time was 10 minutes. 41.3 g of a randon ethylene / norbomene copolymer was isolated. The melt index (12) 
was 0.587. The polymer contained 2.38 weight percent norbomene as detemiined by ^^C NMR. 

Example 112. Ethylene / norbomene copolymer 

25 

The procedure of Example 1 1 1 was followed using 1 .25 micromoles of [(C5Me4)SiMe2N(t-Bu)]TiMe2 and 
1 .87 micromoles of the Lewis acid, B(C6F5)3, mixed in 2 mL of lsopar<© E to fomn the catalyst. The reaction tenr>- 
perature was 140^C. 758 g of lsopai<S) E, 39.0 g of norbomene and 25 Apsi (0.17 AMPa) of hydrogen were 
added. The ethylene pressure was 500 psig (3.55 MPa). The polymerization time was 10 minutes. 38.1 g of a 
30 random ethylene / norbomene copolymer were isolated. The melt Index (12) was 1 .52. The polymer contained 
4.33 weight percent norbomene as determined by ^^C NMR. 

Example 113. Ethylene / norbomene copolymer 

35 The procedure of Example 112 was followed using 2.00 micromoles of [(C5Me4)SiMe2N(t-Bu)]TiMe2 and 
3.00 micromoles of the Lewis acid, B(C6F5)3, mixed in 2 mL of Isopai® E to fonri the catalysts / cocatalyst mix- 
ture. The reaction temperature was 50°C. 1200 mL of a solution containing 334.6 g of norbomene in lsopar<S> 
E and 5 Apsi (0.03 AMPa) of hydrogen were added. The ethylene pressure was 100 psig (0.79 MPa). The poly- 
merization time was 30 minutes. 22.9 g of a random ethylene / norbomene copolymer were isolated. The melt 

40 index, 12, was 1 .43. The polymer contained 73.78 weight percent norbomene as detenmined by i^c NMR. The 
polymer Tg was 83.8''C. 

Example 114. 

45 Polymerization using phenyl bis(perfluorophenyl)borane Lewis acid 

Preparation of B(C6F5)2(C6H5) 

A 250 mL flask was evacuated, cooled to -78''C and charged with 120 mL of mixed hexane solvent, vacuum 
50 transferred from sodium benzophenone ketyt. The flask was backfilled with argon, to 0.1 1 MPa pressure, and 
bromopentafluorobenzene (deoxygenated by sparging with nitrogen, 10.00 grams, 40.5 mmol) was added via 
a syringe. Agitation of the mixture was begun (magnetic stir bar), giving a dear, coloriess solution, to which 
was added n-butyllithium (16.2 mL of 2.5M hexane solution, 40.5 mmol) via syringe. As the n-butylllthium sol- 
ution was added, a dear colorless solid separated from the mixture. This slurry was allowed to stir at •78''C for 
55 70 minutes and then dichlorophenylboron (3.22g, 20.3 mmol, 0.50 equivalents) was added from a syringe. After 
stirring for an additional 30 minutes at -78'>C, no change was noted and the mbcture were allowed to wanm to 
ambient temperature. As the mixture warmed, a thick white precipitate fonmed. After stining at 22''C for 1 5 min- 
utes the flask was opened to vacuum and the volume of the mixture was reduced to 50 mL. The mixture was 

18 



EP 0 520 732 A1 



filtered, the solid extracted with three 20 mL portions of mixed hexane solvent and the filtrate was reduced to 
20 mL under reduced pressure. The resulting solution was cooled to -78°C, giving a very thick slurry of colorless, 
crystalline solid. The slurry was thinned by addition of 20 mL of hexane. The solid was collected by filtration 
and dried under reduced pressure. Yield was 4.86g. 57 percent 

5 

Polymerization 

The polymerization procedure of Examples 3 - 37 was followed except that 850 mL of Isopai^ E is added 
to the reactor followed by 20 g of propylene. 25 Apsi (0.17 AMPa) of hydrogen were then added and the solution 
10 heated to 130**C. The solution was then saturated with ethylene at 500 psig (3.55 MPa). 10 micromoles of the 
metal complex [(C5Me4)SiMe2N(t-Bu)]TiMe2 and 10 micromoles of the Lewis acid, B(C6F6)2(C6Hs), were mixed 
In 2 mL of Isopai® E and this solution was transferred Into the reactor to begin the polymerization. The reaction 
was allowed to proceed for 15 minutes with ethylene being supplied on demand at 500 psig (3.55 MPa). 2.8 g 
of an ethylene/ propylene copolymer were obtained. The melt index, la. was 7.52. 

15 

Example 115 Ethylene / ethylidenenort>omene copolymer 

The procedure of Example 111 was followed using two consecutive additions of a catalyst solution prepared 
by mbcing 5.0 micromoles of [C5Me4)SIMe2N(t-Bu)]TiMe2 and 5.0 micromoles of the Lewis acid, B(C6F5)3. mixed 
20 in 2 mL of Isopar^ E. The reaction temperature was 130''C. 1 200 mL of a solution containing 50 mL of 5-ethy- 
lidene-2-norbomene in lsopai<S) E and 50 psi (0.34 AMPa) hydrogen were added. The ethylene pressure was 
475 psig (3.38 MPa). The polymerization time was 20 minutes. 59.9 g of an ethylene / 5-ethy1idene-2-norbor- 
nene copolymer was isolated. The melt index, 12, was 1 .55. The polymer contains 9.06 weight percent 5-ethy- 
lidene-2-norbenene as detenmined by ^K) NMR. 

25 

Example 116 

Various Lewis acids are tested for Lewis acidity for use In preparation of catalysts according to the present 
invention. Acidity values and the techniques employed in determining such values are contained in Table V. 

30 
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Table V 



5 


Run 


Lewis Acid 


Acidity 
(Kcal/molel 


Base 




1 


phenyIbi8(per£luorophenyl)borane 


0.0^^3 






2 


tri8(2,3r5, 6- tetra£Iuorophenyl )borane 


-2 1^ 




10 


3 


tris(3,4,5-tri fluoropheny 1 ) bocane 


-5.2^ 


n 




A 
•1 


tris( j,4,5-critluorophenyX)aIuininum 


"11.2'* 


If 




5 


tr i s ( 1 , 2 , 2- tr 1 fluor oethenyl ) borane 


-12,3^ 


H 


15 


6 


tris(2,3«4,5* tetrafluoropheny 1 ) borane 


-15.22 


It 




7 


tri8(perfluorophenyl) borate^ 


-17.5^ 


n 




8 


tr i s ( per fluoropheny 1 ) borane 


-17.8^* 


H 


20 


9 


1,3,5-cyclohexanetriol borate 


-22.2* 






10 


1,1,1-trimethylolethane borate 


-25.1^ 


n 



1. HF/3-21g method 

2. AMI method 

3. Levis acidity according to Childea* technique, A8, is 0.77 
ppm. Relative acidity - 0.0 ppin 

4. B(OC6F5)3 

5. Levis acidity according to Childes' technique, A8, is 1.10 
ppm. Relative acidity = 0.33 ppm 



Claims 



35 1. A process for preparing a catalyst having a limiting charge separated structure corresponding to the for- 
mula: 

LMX^XA". 

wherein: 

L is a derivative of a substituted deiocallzed n-bonded group imparting a constrained geontetry to 
40 the metal active site and containing up to 50 nonhydrogen atoms; 

M is a metai of Group 4 or the Lanthanide series of the Periodic Table of the Elements; 
X independently each occurrence is hydride or a hydrocarbyl, siiyi or gerniyl group having up to 20 
carbon, silicon or gennanium atoms; and 

A~ is an anion of a Lewis acid, A, having relative Lewis acidity greater than or equal to that of phe- 
45 nylbis(perfluorophenyl)borane, said anion being compatible with the metal cation, 

the steps of the process comprising contacting a derivative of a Group 4 or Lanthanide metal cor- 
responding to the formula: 

LMX2. 

wherein 

so L, M, and X are as previously defined, 

with the Lewis acid, A. 

2. A process as claimed in Claim 1 wherein M is titanium or zirconium. 

^ 3. A process according to Claim 1 wherein LMX2 corresponds to the formula: 
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Cp 



M 



(X); 



wherein: 

M is titanium or zirconium; 

fo Cp is a sut)stitutBd cydopentadienyl group or derivative thereof that is n-bound to M and substituted 

at least by Z; 

Z is a divalent moiety comprising oxygen, sulfur, boron, or a member of Group 14 of the Periodic 
Table of ttie Elements; 

Y isa ligand group comprising nitrogen, phosphorus, oxygen or sulfur or optionally Zand Y together 
f5 form a fused ring system; and 

X is as previously defined in daim 1. 

4. A process as daimed in Claim 3, wherein -Z-Y- is an amidosilane or amidoalkane group. 

20 5. A process as daimed in Claim 4, wherein LMXj corresponds to the formula: 



25 



55 




50 

wherein: 

M Is titanium or zirconium, bound to an ii^cydopentadienyl group; 

R' each occunrence is independently selected from hydrogen, silyl, alkyi, aryl and combinations 
thereof having up to 20 carbon or silicon atoms, and optionally two or more R' groups on the cyclopenta- 
^ dienyt group may fonm a fused ring system; 

E Is silicon or carbon; 

X independentiy each occurrence is hydride, alkyi, aryl or halogen substa'tuted aryl of up to 20 car- 
bons; and 

m is 1 or 2. 

6. A process as daimed in Claim 5, wherein -(ER'2)ffl-NR'- has up to 20 nonhydrogen atoms. 

7. A process as claimed in Claim 6, wherein -(ER'2)m-NR'- is (tert-butyl)(dlmethylsilyl) or (tert-butyl)-1-ethan- 
2-yI. 

^ 8. A process as daimed in any one of the preceding daims, wherein X is hydride or C^Cio hydrocarbyl. 

9. A process as daimed in Claim 8, wherein X Is methyl or benzyl. 

10. A process as daimed in Claim 9, wherein R' each occunrence In the cydopentadienyl group is hydrogen 
50 or C1-C4 alkyi and optionally two or more of said R' together with the cydopentadienyl group fonm a tet- 

rahydroindenyl ortetrahydralluorenyl group, and R' on the nitrogen atom is tert-butyl. 

11. A process as daimed in any one of the preceding daims wherein the Lewis add is a boron compound 
lacking in halogen moieties directiy attached to the boron. 



12. A process as daimed in any one of the preceding daims, wherein the Lewis ackj is selected from 
tris(pentafluorophenyl)borane, tris (2,3,5,6-tetFafluorophenyl)borane, tris(2,3,4,5-tetraf1uorophenyl)bor- 
ane, tris(3,4,5-faifluorophenyl)borane, tiis(1,2,2-trlfluoroethenyl)borane, phenylbis(perfluorophenyl)bor- 
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ane, tris(3,4,5-trifluorophenyl)aluminum, tris(perfiuorophenyl) borate, 1,3,5-cydohexanetriol borate, and 
l.l.l-tiimethylolethane borate. 

13. A process as claimed in Qaim 12, wherein the Lewis acid is tris(pentafluorophenyl)bofane. 

14 A process as claimed in any one of the preceding claims, wherein LMX2 and A are contacted in a solvent 
selected from Cs-Cio aikanes or cydoalkanes or mixtures thereof at 25''C to 50^C . 

15. A process as claimed in any one of the preceding daims, wherein LMX2 and A are contacted in situ during 
an addition pdymerization reaction. 

1 6. A process as daimed In any one of the preceding daims, wherein LMX2 and A are contacted at an equiv- 
alent ratio of 0.5:1 to 1 :2. 

17. A catalyst obtainable by a process as daimed in any one of the preceding claims. 

18. The use of a catalyst as daimed in Claim 1 7 as an addition polymerization catalyst 



19. An addition polymerization process for preparing a polymer by contacting one or more addition polymer- 
izable monomers with a coordination polymerization catalyst under addition polymerization conditions, 
20 characterized In that the catalyst Is as daimed in Qajm 17. 



25 



30 



35 



40 



45 



so 



55 



22 



EP 0 520 732 A1 



European PalCBt 
Office 



EUROPEAN SEARCH REPORT 



EP 92 30 5730 



DOCUMENTS CONSIDERED TO BE RELEVANT 



CMcKovy 



CLASSDICAnON OF HIE 
APFUCAnON dot a.5 ) 



EP-A-0 418 044 (THE DOW CHEHICAL m?AHt) 
• Claim 1 * 



1-19 



C08F10/00 
C08F4/74 



TECHNICAL FIELDS 
SEAHCHED (Im. 0.5 ) 



CD8F 



The 



I Awwii up for irfl cImiib 



THE HAGUE 



22 SEPTEPBER 1992 



SERRAVALLE M. 



CATGGOKY OF CmSD DOCUMENTS 

X : partknlaily n^mnoi if taken aloM 

Y : ptrtknlirty rilwm if coMUaai frtib aaolbv 

dooMBCBt of the I 
A : todbaologkal teckgrooM 
O : Doo-wrtttaD JiidoMw 
F: iBtm^Ui 



T : dMoiy or ^todplo aatoMBg di« bvoMfoo 
MitinlMi 



E tmmirpdmt iocntatt im pabHsHotf 

tte filing 4ste 
D t ioaauBt dM fa th« ■ppllfatfnn 
L : <nnnin dtri lor tmtm rauoos 



ofdNi 



23 



This Page is Inserted by IFW Indexing and Scanning 
Operations and is not part of the Official Record 

BEST AVAILABLE IMAGES 

Defective images within this document are accurate representations of the original 
documents submitted by the applicant. 

Defects in the images include but are not limited to the items checked: 

□ BLACK BORDERS ' 

□ IMAGE CUT OFF AT TOP, BOTTOM OR SffiES 

□ FADED TEXT OR DRAWING 

□ BLURRED OR ILLEGIBLE TEXT OR DRAWING 

□ SKEWED/SLANTED IMAGES 

□ COLOR OR BLACK AND WHITE PHOTOGRAPHS 

□ GRAY SCALE DOCUMENTS 

□ LINES OR MARKS ON ORIGINAL DOCUMENT 

□ R£FER£NCE(S) OR EXHIBIT(S) SUBMITTED ARE POOR QUALITY 

□ OTHER: ; ' . ' ' 

IMAGES ARE BEST AVAILABLE COPY. 
As rescanning these documents will not correct the image 
problems checked, please do not report these problems to 
the IFW Image Problem Mailbox. 



